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<g) Method for production of fluid stable aggregate. 

(57) A method for the production of a fluid stable aggregate, which comprises mixing (A) 100 parts by 
weight of an absorbent resin powder possessing a carboxyl group, (B) 0.01 to 30 parts by weight of a 
cross-linking agent, and (C) 0 to 50 parts by weight of water, and (D) 0 to 60 parts by weight of a 
hydrophiic organic solvent in a high-speed stirring type mixer which is provided with an > inner surface 
formed substantially of a substrate (I) possessing a contact angle of not less than about 60 with respect 
to water and a heat distortion point of not lower than about 70°C under the stirring condition of not less 
than 600 m/min of a peripheral speed of a leading-end of a stirring blade and thereafter completing 
reaction of said absorbent resin powder (A) with said cross-linking agent (B) under the condibon that 
total kinetic energy F added to a mixture during the reaction is satisfied by the following equation : 

0£Fs 36,000 Joule/kg 

wherein the kinetic energy Fa per minute added during the reaction is not more than 600 Joule/kg. 
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Held of the Invention: 

This inv ntion relates to a fluid stable aggregates having no collapse of aggregate structure, wherein a 
plurality of absorbent resin powd r particles are interparticle cross-linked to ach other by covalent bonds, and 
5 a method for the production thereof. 

Description of the Prior Art 

Attempts have been made heretofore to use an absorbent resin as one of the component materials for such 
10 sanitary articles as sanitary napkins and disposable diapers which function to absorb body fluids. Absorbent 
resins of this nature heretofore known to the art include, a hydrotyzed starch-acrylonitrile graft polymer (U.S. 
Patent No. 3,661,815), a neutralized starch-acrylic acid graft polymer (U.S. Patent No. 4,076,663), a saponified 
vinyl acetate-acrylic ester copolymer (Japanese Patent Laid-Open SHO 52(1 977)-1 4,689), a hydrolyzed 
acrylonitrfle copolymer or acrytamide copolymer (Japanese Patent Publication SHO 53(1 978)-1 5,959), cross- 
15 linked products thereof, a partially neutralized polyacrytic acid, and a partially neutralized cross-linked pofyac- 
rylic arid (Japanese Patent Laid-Open SHO 57(1982)-34,101). 

Characteristic properties of such absorbent resins include high absorption capacity, high absorption rate, 
liquid permeability, and large gel strength. However, it is difficult to improve such properties at the same time. 
Attempts have been made to increase the absorption rate by decreasing the particle size of the absorbent 
20 resin, granulating the absorbent resin, or forming the absorbent resin in flakes. Generally, when the absorbent 
resin is formed in a small particle size, the resin particles on contact with urine convert themselves into what 
resembles wetted clusters of flour to an extent of lowering the absorption rate. When the absorbent resin is 
formed in the form of granules, there ensues a phenomenon that the granules themselves are independently 
converted into wetted clusters on contact with urine and the absorption rate is rather lowered. When the absor- 
bs bent resin is formed in flakes the absorption rate is fairly improved; however, because of the occurrence of gel 
blocking, the absorption rate is not sufficient and the production of the absorbent has a restriction from the 
standpoint of process because the formation of the absorbent resin in flakes is not economical because the 
produced absorbent resin inevitably becomes bulky and necessitates largerfacilities for transportation and stor- 
age. 

30 On the other hand, a technique for enhancing the absorption rate and gel strength after absorption without 

decreasing absorption capacity is by cross-linking molecular chains near the surface of the absorbent resin 
surface crosslinking. 

These techniques have been disclosed in Japanese Patent Laid-Open SHO 57(1982)-44 ( 627, Japanese 
Patent Laid-Open SHO 58(1983)-42,602, Japanese Patent Publication SHO 60(1 985)-1 8,609. U.S. Patent No. 
35 4,666,983, U.S. Patent No. 4,497,930 and U.S. Patent No. 4,734.478, for example. 

Most of the absorbent resins produced by these techniques, however, highly contain fine powder which 
passes the standard sieve of 100 mesh. In their actual use, they have encountered the following problems. 

(1) They are liable to induce drift of dust and consequently entail impairment of the wonting environment 

and loss of weight. 

40 (2) They exhibit poor mixability and dispersibtlity when they are mixed with other substances. 

(3) Especially when the amount of fines is large, they are liable, on contact with a liquid, to gel block and 
suffer from residual liquid-permeability. 

(4) Since the absorbent resins containing fine powder are deficient in flowability, they are liable to cause 
the phenomena of bridge formation and flushing in the hopper. 

45 The* methods proposed for the solution of this problem are the method which resorts to removal of the fine 

powder portion of the absorbent resin and the water agglomeration of the absorbent resin. The former method 

is not desirable because of its economic disadvantage. 

Concerning the agglomeration by the use of water, the method Is disclosed in U.S. Patent NO. 4,734,478, 

and comprises uniformly mixing an absorbent resin powder and water by the use of a specific mixing device 
so such as a high-speed rotary paddle type mixer or an air current type mixer and then pulverizing and granulating 

the resultant mixture. 

The method of water agglomeration (size enlargement) of the absorbent resin powder allows the absorbent 
resin powder to acquire Improved handling as a particulate substance. However, the agglomerates thus 
obtained merely bind the powder to each other physically, so that the strength of agglomerates is very low. 
55 The agglomerates of absorbent resin obtained thereby are disintegrated into minute particles during their hand- 
ling at a plant or in transit If such agglomerates can maintain the agglomerate structure until it Is subjected to 
use as the final -product, it cannot be expected to maintain th agglomerate structure when the final product is 
used. For example, when the agglomerates of the absorbent resin are used in a dfsposabl diaper, th agglom- 



2 



BP 0 450 922 A2 



erates on contact with an aqueous liquid are disintegrated into their f rmer basic particles of a small siz and 
these particles are liable to form wetted clusters because of their small size. Further, the basic particles of the 
gel to be formed in consequence of absorption of aqueous liquid hav a small size and, therefore, clog the caps- 
tan sin th pulp fibers and tend t induce th ph nomen n of gel blocking. That Is, th liquid permeabOity Is 
reduced. 

It has been discovered that the use of fluid stable aggregates in an absorbent, hydrogel-forming. polymer 
composition dramatically improves the performance of such polymer compositions. The fluid stable aggregates 
are capable of absorbing large quantities of liquids, have a rapid swelling rate, and retain their shape upon 
absorption of liquids so as to reduce the gel blocking effect of the overall polymer composition while increasing 

the absorptive rate. . ( . . 

The swelling rate of the polymer material refers to the average rate of fluid uptake to a given load by a 
sample of hydrogel-forming polymer material. Swelling rate is a measure of the permeability of the overall gen- 
eral mass as modified by the diffusion rate (gel blocking). Thus, the permeabUity of the gel becomes the limiting 
factor by limiting how fast free fluid can get to other particles in the mixture. Swelling rate Is measured and 
defined in terms of grams of synthetic urine per gram of hydrogel-forming polymer per second. The swelling 
rate may be determined by using a test method as hereinafter described. 

Because of the desirability of utilizing fluid stable aggregates in polymer compositions, it is desirable to 
find a method for producing such fluid stable aggregates. In addition, it Is desirable to find a method to make 
fluid stable aggregates in an economic and efficient manner. 

Thus it is an object of the present invention to provide a method for producing fluid stable aggregates. 

It is afurther object of the present invention to provide a method for economically and efficiently producing 
fluid stable aggregates. 

It is an even further object of the present invention to provide a method for producing polymer compositions 
containing relatively large quantities of fluid stable aggregates and having high swelling rate. 

It is a still further object of the present invention to provide a method for producing polymer compositions 
having low fine powder content 

SUMMARY OF THE INVENTION 

The objects described above are accomplished by a method for the production of a fluid stable aggregate, 
which comprises mixing (A) 100 parts by weight of an absorbent resin powder possessing a carboxyl group, 
(B) 0.01 to 30 parts by weight of a cross-linking agent (C) having at least two functional group capable of reacting 
with the carboxyl group of said absorbent resin powder, 0 to 50 parts by weight of water, and (D) 0 to 60 parts 
by weight of a hydrophilic organic solvent in a high-speed stirring type mixer which is provided an inner surface 
formed substantially of a substrate (I) possessing a contact angle of not less than about 60° with respect to 
water and a heat distortion point of not lower than about 70-C under the condition of not less than 600 m/min 
of a peripheral speed of a leading-end of a stirring blade, and thereafter completing reaction of said absorbent 
resin powder (A) with said cross-linking agent (B) under the condition that total kinetic energy F added to said 
mixture during the reaction is satisfied by the following equation: 

O^FS 36,000 joule/kg 

wherein the kinetic energy Fa per minute added during the reaction is not more than 600 joule/kg. 

According to the present invention, mixing of the absorbent resin powder (A) with the cross-linking agent 
(B) is carried out by the above-mentioned high-speed stirring type mixer, and the kinetic energy added Airing 
the reaction is in the range of the above mentioned range, so the polymer compositions thus obtained contains 
very little fine powder and has high swelling rate, and relatively large quantities of fluid stable aggregates. Such 
polymer compositions are not only enhanced in crossiinking degree on the surface region of the absorbent resin 
powder (A), but also contain a large amount of strong aggregates having a plurality of the absorbent resin pow- 
ders (A) inter-particle crosslinked by covalent bonds with the crossiinking agent (B), so the polymer imposition 
having less occurrence of the fine powder can be obtained and when the polymer composition contorts with 
water, there is no collapse of the aggregate and gel blocking does not occur. When these polymer compositions 
are dispersed among pulp fibers and. in this state, exposed to an aqueous liquid and consequently swelled 
and gelled, it manifests an effect of expanding the capillaries among the pulp fibers instead of clogg ng them. 
When these polymer compositions are used in a diaper, for example, the diaper enjoys satisfactory liquid per- 
meability and has reduced leakage. The fluid stable aggregate thus obtained may be used for sanitary flew 
such as disposable diaper, sanitary napkins and disposable towels, for civil engineenng field such as water 
sealing agents, dewproofing agents and sludge coagulating agents, for architectural field such as humicMy r con- 
trolling agents, for agricultural and horcultural field such as seed and seedling preserving sheets, fo' foodstuff 
packaging field such as freshness preserving materials, dehydrating agents and desiccants, for m dical field 
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such a s blood absorbents and surgical sponges, for el cbical field such as water sealant for cables and humi- 
dity sensors, and other oil-water separating agents, sweat absorbents, water swell aWe toys, ton exchenging 
resins, and they can absorb aqu ous liquids such as water, urine, blood, steam, meat juices, ion-containing 
water including sea water, aqueous solutions dispersing organics, etc. 

5 

BRIEF DESCRIPTION OF THE DRAWING 

Fig. 1 is a sectional view of an embodiment of a mixer used In the present invention, and 
Fig. 2 Is a sectional view of an another mixer used in the present invention. 

10 

EXPLANATION OF THE PREFERRED EMBODIMENT 

The absorbent resin powder (A) to be used in the present invention is required to possess a carboxyl group. 
The absorbent resin powders which answer this description include hydrolyzed starch-acryionitriie graft 

15 copolymer, partially neutralized starch-acrylonitrile graft copolymer, saponified vinyl acetate-acrylic ester 
copolymers, hydrolyzed acrylonitrile copolymers or acryl amide copolymers, cross-linked products of the 
copolymers, partially neutralized polyacrylic acid, and cross-linked product of partially neutralized polyacrylic 
acid which are invariably in a powdered form, for example. These absorbent resin powders may be used either 
independently or in the form of a mixture of two or more members. Though the absorbent resin powder (A) is 

20 preferable to possess a crosslinked structure, it may be used effectively in a form destitute of such a cross-linked 
structure. 

In the various absorbent resin powders (A) mentioned above, those which prove to be particularly desirable 
are the absorbent resins to be shown below In (1) to (5). 

(1) The powdery alkali metal acrylate polymer obtained by thermally drying a gel-like water-containing 
25 polymer formed by copolymerizing 100 parts by weight of an acrylic acid salt monomer comprising 1 to 50 

moi% of acrylic acid and 99 to 50 moi% of an alkali metal acrylate and 0 to 5 parts by weight of a cross-linking 
monomer in an aqueous solution having a monomer concentration of not less than 20% by weight 

(2) The powdery resin obtained by dispersing the aqueous solution of acrylic acid and/or an alkali metal 
acrylate containing a water-soluble radical polymerization initiator and optionally a cross-linking monomer 

30 in an alicyclic and/or aliphatic hydrocarbon solvent in the presence of a surfactant possessing HLB in the 

range of 8 to 12 and suspension polymerizing the resultant dispersion. 

(3) The powdery saponified copolymer of a vinyl ester with an ethylenically unsaturated carboxyiic acid or 
a derivative thereof. 

(4) The powdery absorbent resin obtained by polymerizing starch and/or cellulose, a monomer possessing 
35 a carboxyl group, or capable of forming a carboxyiic group in consequence of hydrolysis and optionally a 

cross-linking monomer in an aqueous medium and optionally further hydrolyzing the resultant polymer. 

(5) The powdery absorbent resin obtained by causing an alkali substance to react upon maleic anhydride 
copolymer comprising maleic anhydride and at least one monomer selected from the group consisting of 
a-olefins and vinyl compounds and optionally causing a polyepoxy compound to react with the resultant 

40 reaction product 

Though the amount of the carboxyl group possessed by the absorbent resin powder (A) is not specifically 
limited, the carboxyl group is preferable to be present in an amount of not less than 0.01 equivalent based on 
100 g of the absorbent resin powder (A). In the case of a partially neutralized polyacrylic acid, for example, the 
proportion of the unneutratized polyacrylic acid is preferable to be in the range of 1 to 50 mol%, preferably 5 

45 to 40 mol%. 

The shape of particles of the absorbent resin powder (A) to be used in the present Invention is not speci- 
fically limited. It may be the sphere shape obtained by the reverse-phase suspension polymerization, the flake 
shape obtained by drum drying, or the irregular shaped particles obtained by pulverizing resin clusters. 

The cross-linking agents (B) which are usable in the present invention include compounds possessing in 
so the molecular unit thereof at least two functional groups capable of reacting with the carboxyl group. The com- 
pounds which are usable as the cross-linking agent (B) in the present invention include polyhydric alcohols such 
as ethylene glycol, diethylene glycol, triethylene glycol, tetraethylene glycol, polyethylene glycol, glycerol, pro- 
pylene glycol, diethanol amine, methanol amine, polyoxy propylene, oxyethylene-oxypropylene block 
copolymer, pentaerythritol, and sorbitol, polyglycidyl ether compounds such as ethylene glycol diglycidyl ether, 
55 polyethylene glycol diglycidyl ether, glycerol polyglycidyl ether, diglycerol polyglycidyl ether, polyglycerol polyg- 
rycidyi ether, sorbitol polyglycidyl ether, pentaerythritol polyglycidyl ether, propylene glycol diglycidyl ether, and 
polypropylene glycol diglycidyl th r,haloepoxyc mpounds such as epichlorohydrin and a-m thylfluorohydrin, 
polyamine compounds such as ethylene diamine, diethylene triamine, triethylene tetramine, t traethylen pen- 
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tamine, pentaethyl ne hexamine, and poly thylene imine, f rexampl . One cross-linking agent or two or more 
mutually unreactive cross-linking agents selected from the group mentioned above may be used. 

Among other comp unds mentioned abov , it Is particularly d sirablet use at I aston compound selec- 
ted from th group c nsisting of diethylen glycol, methylene glyc I. polyethylen glycol, glycerol, polyglycerol, 
5 propylene glycol, di thanol amine, methanol amine, polyoxy propylene, oxyethylene-oxypropylen WocR 
copolymer, sorbitan fatty acid esters, polyoxyethylene sorbitan fatty acid esters, trimethylol propane, pentaeryt- 
hritol, and sorbitol. 

The proportion of the cross-linking agent (B) to be used in this invention is In the range of 0.01 to 30 parts 
by weight, preferably 0.1 to 10 weight So long as this proportion is in this range, the produced polymer compo- 
10 sition has a high content of fluid stable aggregates and a high swelling rate. If the proportion exceeds 30 parts 
by weight the excess is wasted without producing any economic effect and suffered to overburden the accom- 
plishment of a proper cross-linking effect and decrease the absorption capacity of the produced absorbent Con- 
versely, if this proportion is less than 0.01 part by weight the effect of this Invention Is attained only wfth difficulty. 
In the present Invention, water (C) may be used during the mixing of the absorbent resin powder (A) with 
is the cross-linking agent (B). The water (C) functions not only to promote uniform dispersion of the cross-linking 
agent (B) on the surface of the absorbent resin powder (A) and permeation of the cross-linking agent (B) in the 
surface region of the particles of the absorbent resin powder (A) but also to promote the cross-linking reaction 
between the particles of the absorbent resin powder (A). 

The fluid stable aggregate in accordance with the present invention Is preferably produced by adding water 
20 (C) during mixing the absorbent resin powder (A) with the crosslinking agent (B) compared with the case without 
addition of the water (C). That is, in the present invention, the water (C) is used in the range of 0 to 50 parts 
by weight preferably in the range of 0.5 to 40 parts by weight more preferably 2 to 40 parts by weight based 
on 100 parts by weight of the absorbent resin powder (A), depending on the kind and particle size of the absor- 
bent resin powder (A). If the amount of water (C) exceeds 50 parts by weight the heat treatment consumes an 
25 unduly long time and the crosslinking agent (B) is caused to permeate to the cores of the particles of the absor- 
bent resin powder (A) and the absorption capacity of the produced fluid stable aggregate wBI decrease too 
much. Further, the absorbent resin powder (A) tends to form wetted clusters and the mixing will not be uniform. 

The hydrophilic organic solvent (D) which is optionally used in the present invention is only required to be 
such that it will uniformly mix with the cross-linking agent (B) and refrain from producing any adverse effect 
upon the quality of the absorbent resin powder (A). The hydrophilic organic solvents which answer this des- 
cription include lower alcohols such as methanol, ethanol, n-propanol, isopropanol, n-butanol, Isobutanol. sec- 
butanol, and t-butanol. ketones such as acetone, methylethyl ketone, and methylisobutyl ketone, ethers such 
as dioxane, tetrahydrofuran, and diethyl ether, amides such as N.N-dimethyl formamlde and N.N-diethyi for- 
mamide, and sulfoxides such as dimethyl sulfoxide, for example. The hydrophilic organic solvent (D) functions 
to effect uniform dispersion of the cross-linking agent (B) and the optionally used water (C) on the surface of 
the absorbent resin powder (A). 

The amount of the hydrophilic organic solvent (D) to be used in the present invention is in the range of 0 
to 60 parts by weight preferably 0.1 to 10 parts by weight based on 100 parts by weight of the absorbent resin 
powder (A), though variable with the kind and particle size of the absorbent resin powder (A) to be used. If the 
40 amount of the hydrophilic organic solvent (D) exceeds 60 parts by weight the excess is not observed to give 
a proportionate addition to the effect aimed at but is suffered to impair the economy by increasing the amount 
of energy to be spent for the purpose of drying. For this invention, the use of the hydrophDic organic solvent 
(D) is not always necessary because the mixing of the absorbent resin powder (A) with the cross-linking agent 

(B) is carried out by the use of a specific high-speed stirring type mixer which will be described more fully 
45 hereinafter. There are times when the use of the hydrophilic organic solvent (D) will result in an enhanced effect 

of this invention, depending on the kind and amount of the cross-linking agent (B) or on the amount of water 

(C) or the kind and particle size of the absorbent resin powder (A) to be used. When mixing of the absorbent 
resin powder (A) with the crosslinking agent (B) and, if necessary water (C) is insufficient e.g., when particle 
size of the absorbent resin powder (A) is too small or when an amount of water to be used is too large compared 
to the amount of the crosslinking agent (B). additional use of a comparatively small amount of an organic solvent 
makes it easy to obtain the effect of the present invention. 

In this invention, the mixing of the absorbent resin powder (A) with the cross-linking agent (B) is earned 
out by the use of a high-speed stirring type mixer. 

The high-speed stirring type mixer to be used in this invention is capable of rotating the stirring blades 
thereof at a leading-end peripheral speed of not less than 600 m/minute, preferably in the range of 1,000 to 
3,000 m/minute. If the leading-end peripheral speed of the stirring blades is less than 600 m/min, the absorbent 
resin powder (A) cannot be thoroughly mixed with such amounts of the cross-linking agent (B), water (C), and 
the hydrophBic organic solv nt (D). and the inter-particle crosslinking of the absorbent resin powder (A) to each 



30 



35 



SO 



55 



5 



EP 0 450 922 A2 

other by the crosslinking agent (B) becomes inefficient in a commercial process, as required to achiev the 
eff ct of this invention. If the leading-end peripheral sp ed f the stirring blades exceeds 3,000 m/minut . the 
impact of the stirring induces fracture of the absorbent resin powder (A). 

The high-speed stirring type mixer to be used in this invention has at least one stirring shaft having at least 
5 one stirring blade, and the stirring shaft can be rotated at not less than about 600 m/minute, pref rably 1,000 
to 3,000 m/minute of peripheral speed of the leading-end of the stirring blade. 

High-speed stirring type mixers include mixers of the type provided on the bottom inside a stirring tank 
thereof with rotary blades such as, for example, Henschel Mixer [produced by Mitsui Miike Machinery Co., Ltd.). 
New Speed Mixer [produced by Okada Seiko K.K.] and Heavy-Duty Matrix [produced by Nana Kikai Seisakusho 
io K.KJ and mixers of the type capable of (continuously) mixing two or more kinds of powder or a powder with a 
liquid by the high-speed rotation of a rotar provided with a multiplicity of paddles and disposed Inside a cylin- 
drical container such as, for example, Turbulizer and Sand Turbo (both produced by Hosokawa Micron K.K.). 
Among these high-speed stirring type mixers, a continuous type mixer has high productivity and is preferable. 

The high-speed stirring type mixer to be used in this invention is provided with an inner surface formed 
15 substantially of a substrate (I) possessing a contact angle of not less than about 60° with respect to water and 
a heat distortion point of not lower than about 70°C in order to obtain sufficient mixing effect of the absorbent 
resin powder (A) with the crosslinking agent (B). 

Especially in the present invention when water (C) is used in an amount of higher region within the range, 
the mixing of the absorbent resin powder (A) with the crosslinking agent (B) and water (C) becomes insufficient, 
20 unless the method is carried out under the above-mentioned conditions. In such a case, the mixing property 
is sometimes improved by using a mixer having an inner wall of a substrate (I) possessing a contact angle of 
not less than 60°. If the heat distortion point is lower than about 70°C, the substrate (I) is Incapable of with- 
standing the heat to be generated during the course of mixing, with the result that no stable mixing can be con- 
tinued. 

25 The substances which are usable as the substrate (0 for the formation of the inner surface of the mixer 

include synthetic resins such as polyethylene, polypropylene, polyester, polyamlde, fluorine resin, polyvinyl 
chloride, epoxy resin, and silicone resin and the synthetic resins mentioned above which are complexed and 
reinforced with inorganic fillers such as glass, graphite, bronze, and molybdenum disulfide and organic fillers 
such as pofyimide, for example. Among other substances mentioned above, fluorine resins such as 

30 polyethylene tetrafluoride, polyethylene triftuoride, polyethylene trifluorochloride, ethylene tetrafluoride-ethy- 
lene copolymer, ethylene trifluorochloride-ethylene copolymer, propylene pentafluoride-ethylene tetrafluoride 
copolymer, perfluoroaikylvinyl ether-ethylene tetrafluoride copolymer, polyvinyl idene fluoride, and polyvinyl 
fluoride, for example, are particularly preferable. 

The high-speed stirring type mixer to be used in this invention may have the mixer itself formed of the sub- 

35 strate (I) mentioned above. Generally, the mixer is formed of a metal material and has the inner wall thereof 
lined with a coating of the substrate (I) or covered with a sleeve of the substrate (I). 

Preferably, a shaped material, more preferably a shaped cylindrical material comprising the substrate (I) 
is inserted into the high-speed stirring type mixture. 

Further, the shaped material of the substrate (I) has preferably not less than 5 mm, more preferably not 

40 less than 10 mm of thickness. When the absorbent resin powder (A) Is mixed with the cross-linking agent (B) 
for a long time, if the mixer wherein the inner surface of the mixer is coated with the substrate (I) is used, the 
layer of the substrate (I) Is defaced because of insufficient thickness within a comparatively short time and the 
foundation appears, so the mixing becomes unstable. In addition, the coating layer requires more time and cost 
when it is repaired. On the contrary, when the shaped material of the substrate (I) having not less than 5 mm 

45 of the thickness Is detachably inserted into the mixer, the mixture can be stably obtained even for a long time, 
and the repairing can be easily carried out 

When the absorbent resin powder (A) with the crosslinking agent (B), and if necessary, water (C) and the 
hydrophSic organic solvent (D) is mixed In this invention, it is preferred to be carried out using the high-speed 
stirring type mixer under the above mentioned condition, and if it is not carried out under this condition, the 

so object of this invention is not be attained. The reason is not clear, but it is thought that a specific bond occur 
between the absorbent resin powders (A) and reaction efficiency between the particles becomes high by the 
fact that mixing is carried out by strong shearing force in addition to the fact mixing of the absorbent resin powder 
(A) with the crosslinking agent (B) is carried out homogeneously. 

In the present invention, although the reaction between the absorbent resin powder (A) and the crosslinking 

55 agent (B) can be carried out under stirring or non-stirring condition, it is necessary that total kinetic energy F 
loaded to a mixture of the absorbent resin powder (A), the crosslinking agent (B), and if necessary water (C), 
the hydrophilic erganic solvent (D), and a water-Ins luW fine powder (E) to be explained below until the reac- 
tion of the absorbent resin powder (A) with the crosslinking agent (B) is completed satisfies the following 
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quation: 

OsFS 36,000 joule/kg 

wherein th kinetic nergy Fa per mlnut added during the react! n is not more than 600 j ute/kg. 

That is th fluid stabl aggregat btainedbyth method fth present inv ntion Is f rmed by interparbd 
cros iinkingofapluralityoftheabsorbentresinpowder(A)thr ughth reaction of the absent resin powder 
STJS mS cLSinking agent (B). Therefore, if excess kinetic energy is added before the completion of Jh 
£acTn of tnTabsorbent resin powder (A) with the crossing agent (B), the weak a 3 g>o^radon s^cture 
based on physical bond is broken, so the fluid stable aggregate to be aimed cannot be 0 ^"^ J^"i" 0 ^ 
state resides in that the plurality of the absorbent resin powder (A) is m"^" * >^ 
the same contact point during the reaction of the absorbent resin powder (A) with ^f^^^^ 
If too much kinetic energy is added to the mixture of the absorbent resin Powder (A) »° ^^""9 
aqent(B)priorto the completion of the crosslinking reaction of the absorbent resin powder (A) with the crossllnk- 
S rgSS thepolymel ^composition having highfluid stable aggregate content, very HWefinepowdercontent 
and an excellent swelling rate wni not be obtained. „K«or 
The term of the "total kinetic energy- in this specification Is a kinetic energy loaded to a rrixture of the, absor- 
bent^, powder (A), the crosslinking agent (B) and. if necessary, water (C) the ^^^^rj 
CD), and water-insoluble fine powder (E) during the term from charging the nature Into . ^reactor 
of the reaction. Further the "total kinetic energy" is mainly the energy to be loaded for stirring the rrdxture and 
for example, the energy used for varying the position of a bucket containing the mixture is not in*** 

If the above mentioned conditions are satisfied, an ordinary drier or heating furnace can be used as a neat 
treatment device that is reactor to be used for obtaining the fluid stable aggregate of the present hNrtn. 

The heat treatment can be carried out by the use of an ordinary drier or heating furnace. The driers which 
are usable for the heat Ireatment include a horizontal stirring drier, rotary drier, disc drier * ^"J^*™; 
an air-current drier, and an infrared drier, for example. The heat treatment may be started ^™^telyafter 
the completion of the mixing or after the product of the mixture has been left standing for a P res ^ b fd tone. 

"the present Invention, when the absorbent resin powder (A) and the cross-linking agent (B) are .mixed 
by the use of the high-speed stirring type mixer, they may be mixed in conjunction with a v**""*"*™ 
Sw^er Tereinafter'refired to as "powder (E)"). The additional use of the powder (E) 
amply heightening the effect of mixing and improving the effect of agglomeration. Therefore the ****** P£ 
duct/polymer composition containing a large amount of the fluid stable aggregate Is supenor in swelHng rate. 

The water-insoluble fine powders (E) which are usable herein include organic powders nuch as carbon 
black and activated carbon which are effective in improving the llghtfastness of the absorbent resin and also 
capable of producing an odorizing effect, and pulp powder, and inorganic powders .such as talc. PyrophyHte 
kaolinlta. hulsite. and other similar clay minerals, and fine silica such as Aerosil 200 (produced b£ Nippon AerosH 
K.K.) comprised mainly of silicon dioxide particles having an average particle size of not more than 50 urn. and 
carplex #80 (produced by Shksnogi & Co.. Ltd.). for example. 

Particle diameter of these water-Insoluble fine powders (E) is not more than 1 .000 um. preferably not more 
than 100 urn. more preferably not more than 50 urn. . . . _„,„ ht 

The amount of the water-Insoluble fine powder (E) to be used is in the range of 0.01 to 10 parts ,by we Ight 
preferably 0.01 to 5 parts by weight, based on 1 00 parts by weight of the absorbent resin powder (A). So long 
as the amount is in the range mentioned above, the polymer composition which has a high swelHng rate, a high 
fluid stable aggregate content, and has a sufficiently low tine powder content can be obtained e^enOy. » 
amount exceeds 10 parts by weight, the excess does not produce any proportionate addition to the effect but 
rather impairs the absorption capacity and at times renders the agglomeration difficult 

When the absorbent resin powder (A) and the cross-linking agent (B) are mixed in conjunction wi* ifte wa- 
ter-insoluble fine powder (E). this powder (E) may be directly fed to the high-speed starring type ^ simBarty 
to the absorbent resin powder (A) and the cross-linking agent (B) so as to parbapate in I Je rnixmg torn the 
beginning. Optionally, the powder(E) may be prembced with the ^;'™ in ^^^^2; 
and then the resultant premix and the cross-linking agent (B) may be fed to ^S^^fiS!SSjSS 
to be mixed therein. Alternatively, the powder (E) may be mixed with thecrosshnking agent (B) toebttni a mbrt- 
ure. and then the mixture may be mixed with the absorbent resin powder (A). The * 
in the presence of water (C) and/or the hydrophilic organic solvent (D). At times the strength of bonds between 
particles of the absorbent resin powder (A) increases by using the water-Insoluble fine powder (E). 

Further, when the absorbent resin powder (A) Is mixed with the crosslinking agent (B). the effect of this 
invention Is enhanced by reacting the absorbent resin powder (A) with the cross-linking I agent (B) tac- 
tion is completed. The time of completion of the reaction Is the time which satisfies the following equation (a-1). 

(whereinlhBwater-insolubl finepowd r (E) Is not used during the course of mixing) 
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30 2S (1 °° + R > xgx100 iS 95 (a-1) 

preferably 

40 * < 100 Q + R) x ^ x 1 00 ^ 85 (a-2) 

wherein P is absorption capacity of absorbent resin powder (A) using physiological saline solution, Q is absorp- 
tion capacity of the reaction product using physiological saline solution, and R is the amount, in parts by weight, 
of crosslinking agent (B) to be used based on 1 00 parts by weight of absorbent resin powder (A), or 
(wherein the water-insoluble fine powder (E) is used during the course of mixing) 

3055 (100 100* S? x p * 100:5 95 

preferably 

40g (1Q ° ^oo + S) x P x10Qsi85 (b * 2) 

wherein P is absorption capacity of abosrbent resin powder (A) using physiological saline solution, Q is absorp- 
tion capacity of the reaction product using physiological saline solution, R is the amount, in parts by weight, of 
cross-linking agent (B) to be used based on 100 parts by weight of absorbent resin powder (A), and S is the 
amount, in parts by weight, of water-insoluble fine powder (E) to be used based on 1 00 parts by weight of absor- 
bent resin powder (A). 

If the calculation value of the above equation (a-1) or (b-1) is not less than 95, only cross-link density of 
the surface region of the abosrbent powder (A) is increased, so enhancement of the gel strength based on 
increase of the cross-link density of the surface region is recognized, but the polymer composition having a 
certain level or more of swelling rate and fluid stable aggregate content is difficult to be obtained. On the other 
hand, if the calculation value of the above equation (a-1) or (b-1) is less than 30, the cross-link density may 
exceed the moderate density, so the polymer composition obtained decreases if s absorption capacity. 

The polymer composition having high swelling rate and high fluid stable aggregate content can be prefer- 
ably obtained by reacting the absorbent resin powder (A) with the cross-linking agent (B) until the reaction is 
completed I.e., until the time when the equation (a-1) or (b-1) is satisfied. 

The reaction of the abosrbent resin powder (A) with the cross-linking agent (B) proceeds after the mixing 
of the abosrbent resin powder (A) with the cross-linking agent (B). When the reaction necessitates application 
of heatas when a polyhydric alcohol, a polyglycldyl compound, a polyamine compound, or a polyoxazoilne com- 
pound is used as the cross-linking agent (B). the heat treatment is desired to be carried out after the abosrbent 
resin powder (A) and the cross-linking agent (B) have been mixed. The temperature of the heat treatment is 
generally In the range of 40° to 250°C, preferably in the range of 90° to 250°C. 

When a polyhydric alcohol is used as the cross-linking agent (B) and the heating temperature Is selected 
in the range of 90° to 250°C, preferably in the range of 170° to 220°C, the cross-linking reaction enough for 
sufficient manifestation of the effect of this invention can be effected quickly without entailing the possibility of 
the absorbent resin being colored or deteriorated. It should be noted parenthetically that when the heat treat- 
ment is carried out at a high temperature exceeding 250°C, the absorbent resin may succumb to thermal 
deterioration, depending on the kind of the resin. 

In the present invention, the reaction product of the absorbent resin powder (A) with the cross-finking agent 
(B), when necessary, may be pulverized and granulated. The pulverization and granulation can be carried out 
by the use of an ordinary pulverizing granulator. The pulverizing granulaters which are usable herein include 
New Speed Mill (produced by Okada Seiko K.K.), Flush Mill (produced by Fuji Powder K.K.), and Speed Mill 
(produced by Showa Engineering K.K.), for example. 

The polymer composition which is obtained by the method of the present invention has high swelling rate 
and high fluid stable aggregate content and possesses very little fine powder content Thus, the present invern 
tion solves the various problems encountered by the conventional absorbent resin as described above. Further, 
there can be obtained a polymer composition which abundantly contains tenacious aggregates of a structure 
sparingly disintegrable on absorption of liquid. The polymer composition thus containing aggregates in a great 
abundance particularly exhibits notably improved liquid permeability. 

The polymer composition which is obtained by the method of this invention, therefore, is usable as absor- 
bent in sanitary articles such as sanitary napkins and disposable diapers and is also suitable for a wide variety 
of products such as coagulants for sludge, dew-drop proofing agents for building materials, and water-retaining 
agents or desiccants for agriculture and horticulture, for example. 

The polymer composition obtained by the method in accordance with the present invention contains the 
above mentioned fluid stable aggregates in an amount of preferably not less than 30 % by weight, more pref- 
erably not less than 40 % by weight, especially not less than 50 % by weight, and shows excell nt swelling 
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rate in addition to decrease of fine particl s. 

An indication that crosslink b nds are being formed between the polym r chains of the previously Inde- 
p ndent absorbent resin powd r particle is that the resultant fluid stable aggregates are fluid (i. ..liquid) stable. 
•Fluid stable" is used herein to mean an aggregat unit that upon contact with or swelling (with and/or without 

5 stress) in an aqueous fluid remains substantially intact (i. at least two of th previously independent <xxnpc- 
nent absorbent resin powder particles remain Joined together). While the definition of fluid stability recop^itos 
that at least two of the absorbent resin powder particles remain joined together, preferably all of the a** 0 ™/* 
resin powder particles used to make up the specific fluid stable aggregate remain intact However, ft should be 
recognized that some of the absorbent resin powder particles may dissociate themselves from the fluid stable 

10 aggregate if, for example, certain particles have been subsequently water agglomerated to the fluid stable 

a99 ^td^stability of the fluid stable aggregates of the present invention allows the fluid stable aggregate to 
maintain its structure in both the dry and wet (swollen) state, to immobilize the component absorbent resin pow- 
der particles to minimize migration of the particles, and to maintain a rapid rate of fluid uptake. In an end product 

15 such as an absorbent member, fluid stability is beneficial in reducing gel blocking since the precursor particles 
remain aggregated even when contacted with excess liquids, in allowing one to use previously Independent 
fine particles In an aggregated form, and in Increasing the rate of fluid uptake of the resultant polymeric compo- 
sition without Introducing the element of gel blocking. Further, the larger particles of the fluid stable aggregates 
open the absorbent member's capillary channels providing improved liquid handling characteristics. The fluid 

20 stability of aggregates can be determined by the following process. A relatively large particle (l.e., more than 
300 microns in size) with aggregate characteristics (I.e., comprising a multiplicity of absorbent resin powder 
particles) is selected. An aqueous fluid (Synthetic Urine) is added to the aggregate particle, and then the fully 
swollen equilibrium condition of the aggregate is observed. 

A particle is considered unstable if the aggregate particle has a large number of broken away component 

25 absorbent resin powder partides. The main aggregate particle (if It still exists) is carefully moved with spaUila 
to determine whether particles have separated from the main aggregate particle. If the main aggregate particle 
breaks apart upon gentle probing orthere are number of particles broken off, the particle is considered unstable. 
If the aggregate particle remains relatively stable after each test procedure, the aggregate particle is considered 

so 9 Now. the present invention wBi be described more specifically below with reference to working examples. 
It should be noted, however, that this invention is not limited to these examples. In the examples, the term % 
means "% by weight" and the term "part" means "part by weight" unless otherwise specified. 

Example 1 

35 A Jacketed twin arm type kneader of stainless steel measuring 10 liters in inner volume, 220 mm x 240 mm 

in the opening and 240 mm in depth, and provided with two Sigma type blades possessing a rotational diameter 
of 1 20 mm was stoppered with a lid. Into this kneader, a monomer component containing 5.500 g of an aqueous 
solution of sodium acrylate possessing a neutralization ratio of 75 mol% and 3.4 g of trimethyiol propane triac- 

40 rylate (0.05 mol% based on sodium acrylate possessing a neutralization ratio of 75 mol%) (the monomer con- 
centration 37% by weight in the aqueous solution) was introduced and nitrogen gas was blown to displace the 
air entrapped inside the reaction system. Then the Sigma type blades were set rotating at rates of 46 rpm and, 
at the same time, the jacket was heated by passage of hot water at 35*C. As a polymerization Initiator, 2.8 g 
of sodium persulfate and 0.14 g of L-ascorbic acid were added. Polymerization started four minutes after the 

45 addition of the polymerization initiator. The peak temperature inside the reaction system reached 82°C after 
the elapse of 15 minutes following the addition of the polymerization initiator. The hydrated gel polymer had 
been divided into minute particles about 5 mm in size. The stirring was further continued. The lid was removed 
form the kneader 60 minutes after the start of the polymerization and the gel was removed form the kneader. 
The minute particles of hydrated gel polymer thus obtained were spread on a 50-mesh metal gauze iand 

so dried with hot air at 150°C for 90 minutes. The dried minute particles of hydrated gel polymer were puiverteed 
with a hammer type crusher and sifted with a 20-mesh metal gauze to obtain a 20-mesh pass portion [absorbent 

resin powder (A-1)]. . _ t . 

In a Turbulizer 1 (produced by Hosokawa Micron K.K.) fitted with an Inner tube 5 made of polytetraf- 
luoroetylene (contact angle 114* and heat distortion point 121°C) having 10 mm in thickness as shown in fig. 
55 1, the absorbent resin powder (A-1) was charged continuously from a powder inlet 2 and a liquid mixture of 
glycerol and water was continuously charged from a liquid inlet 4 at a rate of 2 parts of glycerol and 4 parts of 
water per 100 parts of the absorbent resin powder (A-1) and the mixture was mixed. The leading-end peripheral 
speed of the" stirring blades 3 in the Turbulizer 1 was 1280 m/minutes. 700 g of the resultant mixture discharged 
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from an outlet 6 was charged into a bow) dipped in an i) bath (220°C) and was subjected to heat-treatment 
for 80 minutes under stirring (60 rpm) by a mortar mixer (produced by Nishlnlhon Testing Machine Co.) to obtain 
an aggregate polymer composition. Input electric power was measured by a power analyzer PA-1 000 (produced 
by K.K. Musashi Denki K iki Seisakusho). ft was stabl at 165 W. On the other hand, the same mortar mix r 
5 was operated for 80 minutes without said mixture, the input electric power was stable at 1 63 W. Efficiency was 
read from a characteristic table of the motor and a kinetic energy loaded to the mixture during the crosslinking 
reaction was calculated as follows: 

F = 4.8Whr/kg = 17.280 joule/kg 
The resultant aggregate polymer composition was pushed through a 18-mesh metal gauze (ASTM), to 
10 obtain fluid stable aggregate (FSA) (1 ). 

The absorbent resin powder (A-1) and the FSA (1 ) obtained as described above were tested for (i) absorp- 
tion capacity, (ii) swelling rate, (iii) FSA content and (lv) particle size distribution as follows. The results were 
as shown in Table 1. 

(I) Absorption capacity: A pouch (40 mm x 150 mm) made of non-woven fabric after the fashion of a tea bag 
15 and filled evenly with about 0.2 g of a sample of abosrbent resin powder (A-1 ) or fluid stable aggregate (1 ) was 
immersed in an aqueous 0.9 % NaCI solution for 60 minutes, removed from the solution, left draining for 5 sec- 
onds, further removing water on a 24 folded toilet paper having 60 cm for 10 seconds, and weighed. 

Absorption Weight after absorption (g) ~ Blank (g) 

capacity (g/g) = Weight of sample polymer (g) 

(ii) Swelling rate: The sample of abosrbent resin powder (A-1) or fluid stable aggregate (1) was riffled according 
to manufacturers direction and sieved to obtain a through 20 mesh (850 micron) on 30 mesh (600 micron) cut 

25 or a through 30 mesh on 50 mesh (300 micron) cut 

0.450 Grams of the sample 20/30 cut or 30/50 cut was weighed and placed in the bottom of a standard 

0.5 inch diameter test tube. 12.6 Grams of Jayco synthetic urine (containing 0.2 % of KCl, 0.2 % of Na 2 S0 4 . 

0.085 % of (NHJKfePO* 0.015 % of (NKUfcHPO*, 0.025 % of CaCl r 2H 2 0 and 0.050 % of Mga r 6H 2 0) was 

added to the vertically supported test tube, whfle at the same time activating a stopwatch. 
30 The watch was stopped at the moment when the rising gel mass reached the bottom of the fluid meniscus 

in the tube. 28 Grams per gram synthetic urine per gram of sample polymer was divided by the time elaspsed 

in seconds to obtain the swelling rate. 

(iii) FSA content The sample of absorbent resin powder (A-1) or fluid stable aggregate (1) was riffled according 
to manufacturers direction and sieved to obtain a through 20 mesh (850 micron) on 30 mesh (600 micron) cut 

35 or a through 30 mesh on 50 mesh (300 micron) cut 

The FSA content was determined by taking 50 particles from the 20/30 cut. freeing the particles of single 
particles, dropping about 0.1 g of synthetic urine on each of the remaining particles, that is aggregates, and 
allowing the particles to absorb the synthetic urine for 10 minutes, then removing the excess synthetic urine 
with gauzy paper, finding the number (m) of gel particles not divided into two or more gel particle fragments, 

40 and finding the number (n) by repeating the procedure described above on the particles taken from the 30/50 
cut 

FSA content (%) = {(m + n)/(50 + 50)} x 100 
Crv) Particle size distribution: Standard sieves 20 mesh, 50 mesh, and 100 mesh in size (70 mm in diameter) 
and a receiving plate as a classifying plate were superposed. In the uppermost sieve, 30 g of a sample of absor- 
bs bent resin powder(A-1) or fluid stable aggregate (1 ) was placed. The composite sieve was shaken by a classifier 
for 10 minutes. The portion of the sample collected in the classifying plate was weighed and reported in % by 
weight 

(v) Contact angle of the substrate: It was measured by a liquid dropping method using a contact angle meter 
GA-DT-A type (manufactured by Kyowa Interface Science Co., Ltd.). 
so (vi) Heat distortion point of the substrate: It was measured by a method of ASTM D-646 (4.6 kg.cm-2). 

(vii) Calculated Value of Formula: Water content (105°C, 3hrs) of the absorbent powder (A-1) was 2% (wet 
basis), the value P/0.98 = P' was inserted into the equation (a-1) to calculate the value of the equation. Further, 
water content of fluid stable aggregate (1 ) was 0%. 

55 Example 2 

A similar method to Example 1 was repeated to obtain FSA (2) except that 500 g of the resultant mixture 
discharged from an outlet 6 was charged and rotation number of the mortar mixer was 120 rpm. A simitar test 
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to Exam pi 1 was carried out and th results w re shown in Tab! 1- 
Example 3 

100 Parts by weight of the absorbent resin powder (A-1) obtained in Example 1 and 0.3 part by weight of 
a water-insoluble fine silica ("Aerosil 200", a trade name for a product of AerosB Co., Ltd.) were mixed by a 
V-type mixer to obtain an absorbent resin powder B. A similar method to Example 2 was repeated to obtain 
PSA (3) except that the absorbent resin powder B was used instead of the absorbent resin powder (A-1). A 
similar test to Example 1 was earned out and the results were shown in Table 1. 

Example 4 

A similar method to Example 1 was repeated to obtain FSA (4) except that a liquid mixture added 8 parts 
by weight of IsopropanoJ into 2 parts by weight of glycerol and 4 parts by weight of water was used and heat- 
treatment time was 40 minutes. A similar test to Example 1 was carried out and the results were shown in Table 
1. 

Control 1 

20 A similar method to Example 1 was repeated to obtain an absorbent (1) except that the heat-treatment was 

carried out by using a hot air oven at 80°C instead of the mortar mixer. A similar test to Example 1 was carried 
out and the results were shown in Table 1. 

Agglomeration was recognized, but there was no fluid stable aggregate in the absorbent (1) and swelling 
rate was extremely low. 
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A similar method to Example 1 was repeated to obtain an absorbent (2) except that 3000 parts by weight 
of the absorbent resin powder (A-1), 60 parts by weight of glycerol and 120 parts by weight of water were mixed 
30 in batchwise by using a kneader coated with tetrafluoroethylene-perfluoroalkyl vinyl ether copolymer on the 
inner wali (rotation number of blades was 46 rpm) instead of Turbulizer. The leading-end peripheral speed of 
the blades was 62 m/min. A similar test to Example 1 was carried out and the results were shown in Table 1. 



Control 3 

A similar method to Example 1 was repeated to obtain an absorbent (3) except that a kneader was used 
instead of the mortar mixer. A similar test to Example 1 was carried out and the results were shown in Table 
1. 



40 Control 4 



A similar method to Example 4 was repeated to obtain an absorbent (4) except that a mortar mixer coated 
with tetrafluoroethyiene-perfluoroalkyl vinyl ether copolymer on the inner wall was used Instead of Turbulizer. 
The leading-end peripheral speed of the stirring blades was 92 m/min. A similar test to Example 1 was carried 
45 out and the results were shown in Table 1. 

Example 5 

A similar method to Example 1 was repeated to obtain a FSA (5) except that Turbulizer having an Inner 
so tube 5 made of high density polyethylene was used, A similar test to Example 1 was carried out and the results 
were shown in Table 1 . 

Example 6 

55 A FSA (6) is obtained by the following procedure of Example 1 , except that a HEAVY DUTY MATRIX (Pro- 

duced by IMara Kikai Seisakusho K.K.) fitted with an inner wall 15 made of polytetrafluoroethyiene (contact angle 
1 14° and heat distortion point 1 21°C) having 1 0 mm in thickness as shown in Fig. 2 is used instead of Turbulizer. 
The HEAVY DUTY MATRIX is provid d with a powder inlet 12 having a lid 12a and a liquid inlet (2-fluid nozzle) 
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14, a stiffing blad 13 on the bottom, a crushing blade 17 at a sid wall, and an outlet 16. Th leading-end 
peripheral spe d of the stirring blade 13 is ab ut 700 m/min. 
Th FSA (6) has a similar physical properties to Example 1. 

5 Example 7 

A pulverized hydrated gel was obtained by the following procedure of Example 1 f except that 1.7 g of 
trimethylol propane triacrylate (0.025 mol% based on sodium acrylate possessing a neutralization ratio of 75 
mol%) was used. The gel was dried by a similar method as In Example 1 , the dried gel was crushed by a hammer 
10 type crusher under severer condition than that of Example 1 to obtain powder passed 20-mesh metal gauze 
[absorbent resin powder (A-2)]. 

100 parts of the absorbent resin powder (A-2) and a liquid mixture containing 4 parts of glycerol, 8 parts 
of water and 2 parts of isopropanol was mixed in a similar Turbulizer as in Example 1 . 1 ,000 g of mixture thus 
obtained was spreaded in a pan (30 cm x 60 cm) and the pan was inserted into a hot air drier and heat-treated 
15 at a temperature of 210°C for 30 minutes to obtain aggregate polymer composition. The resultant aggregate 
polymer composition was pushed through a 18-mesh metal gauze, to obtain a FSA (7). 

The absorbent resin powder (A-2) and the FSA (7) were tested by the same method as in Example 1 and 
the results were shown in Table 1. 

20 Example 8 

An absorbent resin powder C was obtained by the following procedure of Example 1, except that dried gel 
was crushed by a hammer type crusher under severer condition than that of Example 1 to obtain powder passed 
through 20 mesh metal gauze [absorbent resin powder (A-3)] and 1 00 parts by weight of the absorbent resin 
25 powder (A-3) and 1 part by weight of Aerosil 200 was mixed by a V-type mixer. 

A FSA (8) was obtained by the following procedure of Example 1, except that 101 parts by weight of the 
absorbent resin powder C, and a liquid mixture containing 0.5 part by weight of ethyieneglycoi digfycydii ether, 
30 parts by weight of water and 4 parts by weight of methanol were mixed in a similar Turbulizer as in Example 
1 under the condition described in Table 1 . A similar test was carried out and the results were shown in Table 
30 1. 
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Table 1 (Continued) 
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Claims 
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1. A method for the production of a fluid stable aggregat . which comprises mixing (A) 100 parts by weight 
of an absorbent resin powder possessing a carboxyl group. (B) 0.01 to 30 parts by weight of a cra nking 
agent having at least two functional group capable of reacting with carboxyl group of said 'absorbent resta 
powder, and (C) 0 to 50 parts by weight of water, and (D) 0 to 60 parts by weight of a hydrophflic organic 
solvent in a high-speed stirring type mixer which is provided with an inner surface formed substantially of 
a substrate (I) possessing a contact angle of not less than about 60- with respect to water and a^heat dis- 
tortion point of not lower than about 70°C under the stirring condition of not less than 600 m/min of a 
peripheral speed of a leading-end of a stirring blade and thereafter completing reaction of said absorbent 
resin powder (A) with said cross-linking agent (B) under the condition that total kinetic energy F added to 
a mixture during the reaction is satisfied by the following equation: 

OSF^36.000 joule/kg 

wherein the kinetic energy Fa per minute added during the reaction is not more than 600 Joule/kg. 

2. A method according to claim 1 f wherein said peripheral speed of the leading-end of the stirring blade is In 
the range of 1,000 to 3.000 m/min. 

3. A method according to claim 1 , wherein said inner surface formed substantially of the substrate (I) of the 
high-speed stirring type mixer has a thickness of not less than 5 mm. 

4. A method according to claim 1. wherein said inner surface is a shaped material of said substrate (I) detach- 
25 ably inserted into said mixer. 

5. A method according to claim 4. wherein said shaped material is cylindrical. 

6 A method according to claim 1 . wherein said substrate (I) is one member selected from the group consisting 
of polyethylene, polypropylene, polyesters, polyamides. fluorine resin, polyvinyl chloride, epoxy resin, and 
silicone resin. 

7. A method according to claim 6. wherein said substrate (I) is a fluorine resin. 

a A method according to claim 1 . wherein the reaction temperature is in the range of 40° to 250°C. 

9 A method according to claim 1. wherein said crosslinking agent (B) is selected from the group consisting 
of polyhydric alcohol compounds, polyglycidyl ether compounds, polyoxazoline compounds, and 
polyamine compounds. 

10. A method according to Claim 1, wherein the time for completion of the reaction is the time that satisfies 
the following equation (a-1): 

30S (100 ^ R) x§x100S95 (a-1) 

100 P . 
wherein P is absorption capacity of absorbent resin powder (A) using physiological saline solution. Q * 
absorption capacity of the reaction product using physiological saline solution, and R is the amount in parte 
by weight, of cross-ilnking agent (B) to be used based on 100 parts by weight of absorbent resin powder 
(A). 

11. A method according to claim 10. wherein the time for completion of the reaction is the time that satisfies 
the following equation (a-2): 

40g (1 °ioo R) x P x100a85 (a ' 2) 
wherein P is absorption capacity of absorbent resin powder (A) using physiological saline solution. Q to 
absorption capacity of the reaction product using physiological saline solution and R is ^amo""^ J^P 8 * 
by weight of cross-linking agent (B) to be used based on 100 parts by weight of absorbent resin powder 

(A). 
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12- A method according to any on f claims 1 0 to 1 1 , wherein said crosslinklng agent (B) is polyhydric alcohol 
compounds. 

13. A method according to claim 1. wherein said cross-linking agent (B) is used In an amount In th range of 
5 0.1 to 10 parts by weight, based on 100 parts by weight of said absorbent resin powder (A). 

14. A method according to claim 1 t wherein said water (C) is used in an amount in the range of 0.5 to 40 parts 
by weight, based on 100 parts by weight of said absorbent resin powder (A). 

10 15. A method according to claim 1, wherein said hydrophaic organic solvent (D) is used in an amount in the 
range of 0.1 to 10 parts by weight, based on 100 parts by weight of said absorbent resin powder (A). 

16. A method according to claim 1 , wherein said water (C) is used in an amount in the range of 0.5 to 40 parts 
by weight and said hydrophilic organic solvent (D) is used in an amount in the range of 0.1 to 10 parts by 

15 weight, based on 100 parts by weight of said absorbent resin powder (A). 

17. A method according to claim 12, wherein the reaction temperature is in the range of 150* to 250°C. 

18. A method according to claim 1 , wherein the mixing of the components (A) to (D) Is carried out continuously. 

20 

19. Substantially water-insoluble, absorbent, hydrogel-formlng, polymer fluid stable aggregates produced in 
accordance with the method of claims 1, 9 t 10, or 12. 

20. A method according to claim 1 , wherein mixing of said absorbent resin powder (A) with said cross-linking 
25 agent (B) is carried out in the presence of 0.01 to 10 parts by weight of water-insoluble fine powder (E). 

based on 100 parts by weight of said absorbent resin powder (A). 

21. A method according to claim 20, wherein said crosslinking agent (B) is used in an amount In the range of 
0.1 to 10 parts by weight, said water (C) is used In an amount in the range of 0.5 to 40 parts by weight, 

30 said hydrophilic organic solvent (D) is used in an amount in the range of 0 to 20 parts by weight, and said 

water-insoluble fine powder (E) is used in an amount in the range of 0.01 to 10 parts by weight, based on 
100 parts by weight of said absorbent resin powder (A). 

22. A method according to claim 21. wherein said hydrophilic organic solvent (D) is used in an amount in the 
35 range of 0.1 to 1 0 parts by weight, based on 1 00 parts by weight of said absorbent resin powder (A). 

23. A method according to claim 20. wherein said water-insoluble fine powder (E) is used in the range of 0.01 
to 5 parts by weight, based on 100 parts by weight of said absorbent resin powder (A). 

40 24. A method according to claim 20. wherein the time for completion of the reaction is the time that satisfies 
the following equation (b-1): 

30ss (1 °° io5 + s> x f x100 * 95 (b-D 

wherein P is absorption capacity of absorbent resin powder (A) using physiological saline solution, Q is 
absorption capacity of the reaction product using physiological saline solution, and R is the amount in part 
by weight, of said cross-Jinking agent (B), and S is the amount, in part by weight, of said water-insoluble 
fine powder (E), based on 100 parts by weight of said absorbent resin powder (A). 

25. A method according to claim 24, wherein the time for completion of the reaction is the time that satisfies 
so the following equation (b-2): 

40 35 (100 i 0 Q + S? *f * 100 * 85 (b- 2 ) 
wherein P is absorption capacity of absorbent resin powder (A) using physiological saline solution, Q is 
absorption capacity of the reaction product using physiological saline solution, and R is the amount, in part 
by weight, of said cross-linking agent (B), and S is the amount, in part by weight, of said water-insoluble 
fine powder (E), based on 100 parts by weight of said absorbent resin powder (A). 

26. A method according to claims 20 or 21, wh rein said cross-linking agent (B) is polyhydric alcohol com- 
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*. pounds. 

27. Substantially water-insoluble, absorbent hydrogel forming, polymer fluid stable aggregate produced In 
accordance with the method of any one of claims 20 to 26. 
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(g) Method for production of fluid stable aggregate. 

@ A method for the production of a fluid stable 
aggregate, which comprises mixing (A) 100 
parts by weight of an absorbent resin powder 
possessing a carboxyt group, (B) 0.01 to 30 
parts by weight of a cross-linking agent, and (C) 
0 to 50 parts by weight of water, and (D) 0 to 60 
parts by weight of a hydrophilic organic solvent 
in a high-speed stirring type mixer which is 
provided with an inner surface formed substan- 
tially of a substrate (I) possessing a contact 
angle of not less than about 60° with respect to 
water and a heat distortion point of not lower 
than about 70°C under the stirring condition of 
not less than 600 rrt/min of a peripheral speed of 
a leading-end of a stirring blade and thereafter 
completing reaction of said absorbent resin 
powder (A) with said cross-linking agent (B) 
under the condition that total kinetic energy F 
added to a mixture during the reaction is satis- 
fied by the following equation : 

0 s F s 36,000 Joule/kg 
wherein the kinetic energy Fa per minute added 
during the r action is not more than 600 
joule/kg. 
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